f

10

CHEMISTRY  OF  BERYLLIUM

tie  hydrochloric   acid   and   again   precipitated   with
to   remove   sodium   salts   invariably    occluded   in   the
precipitation.   The precipitate is now washed with hot water
containing two per cent, ammonium acetate or nitrate until the
washings give no chlorine reaction,   The hydroxide is ignited
to the oxide in a platinum crucible without previous drying,
weighed.                                  ,